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FIG. 1 




Rolled steel sheet 
for thermal treatment 
(LAF or LAC) coated 
with zinc or zinc alloy 
R m =500 MPa 



Oven at 
800-1 200°C 
2-10 hours 



Heat formed- 
cold rolled 
between two 
presses 



Finished piece coated 
with zinc or zinc- 
aluminum alloys. 

R m >1500 MPa 



FIG. 2 




Rolled steel sheet 
for thermal treatment 
(LAF or LAC) coated 
with zinc or zinc alloy 
R m =500 MPa 








Formed by 

cold- 
stamping 




Heat treatment 
followed by 
rapid cooling 



Finished piece coated 
with zinc or zinc- 
aluminum alloys. 

R m > 1500 MPa 
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FIG. 3A FIG. 3B 



Before cold-stamping and heat treatment After cold-stamping and heat treatment 




FIG. 4A FIG. 4B 

Before heat-stamping and heat treatment After heat-stamping and heat treatment 



